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Introduction 

The U.S. Federal Aviation Administration (FAA) and the National Aeronautics and Space 
Administration (NASA) are actively involved in improving the predictive capabilities of transient finite 
element computational methods for application to safety issues involving unintended impacts on aircraft 
and aircraft engine structures. One aspect of this work involves the development of an improved 
deformation and failure model for metallic materials, known as the Tabulated Johnson-Cook model, or 
MAT224, which has been implemented in the FS-DYNA commercial transient finite element analysis 
code (FSTC Corp., Fivermore, CA) (Ref. 1). In this model the yield stress is a function of strain, strain 
rate and temperature and the plastic failure strain is a function of the state of stress, temperature and strain 
rate. The failure criterion is based on the accumulation of plastic strain in an element. The model also 
incorporates a regularization scheme to account for the dependency of plastic failure strain on mesh size. 

For a given material the model requires a significant amount of testing to determine the yield stress 
and failure strain as a function of the three-dimensional state of stress, strain rate and temperature. In 
addition, experiments are required to validate the model. Currently the model has been developed for 
Aluminum 2024 and validated against a series of ballistic impact tests on flat plates of various thicknesses 
(Refs. 1 to 3). Full development of the model for Titanium 6A1-4V is being completed, and mechanical 
testing for Inconel 718 has begun. 

The validation testing for the models involves ballistic impact tests using cylindrical projectiles 
impacting flat plates at a normal incidence (Ref. 2). By varying the thickness of the plates, different stress 
states and resulting failure modes are induced, providing a range of conditions over which the model can 
be validated. The objective of the study reported here was to provide experimental data to evaluate the 
model under more extreme conditions, using a projectile with a more complex shape and sharp contacts, 
impacting flat panels at oblique angles of incidence. 

Methods 

Ballistic impact tests were conducted on flat AF2024-T3 sheet using a rectangular parallelepiped 
shaped projectile with sharp corners and edges. The roll angle (relative to the direction of the gun barrel) 
of the projectile and the pitch angle of the sheet were varied to produce different types of contacts 
between the projectile and the plate. For the purpose of defining the orientation of the projectile and the 
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test panel a laboratory coordinate system was established with the x direction parallel to the centerline of 
the gun barrel used to accelerate the projectiles. The z direction was vertically down and the y direction 
was to the right when facing the test panel from the direction of projectile travel. 

Projectile 

The projectile used for this study was a 55.88 mm (2.2 in.) long, by 31.75 mm (1.25 in.) high by 
20.83 mm (0.82 in.) wide rectangular block of Inconel 718, heat treated to a hardness of 44 Rockwell C 
(Figs. 1 and 2). Three rectangular channels were machined through the center of the projectile in the 
length direction, as shown in Figures 1 and 2, to reduce the overall mass. The mass of the projectile 
ranged from 220.45 to 222.45 gm, with an average mass of 221.52 gm. It was accelerated toward the test 
panel with its long dimension parallel to the axis of flight. To define its orientation, a projectile coordinate 
system was established with the x direction along the length of the projectile, the y direction along the 
width and the z direction along the height, as shown in Figure 1. In the base orientation (zero roll, pitch 
and yaw angles) the projectile coordinate system was parallel to the laboratory coordinate system. 

Gas Gun 

The projectiles were accelerated with a helium filled gas gun connected to a vacuum chamber, shown 
in Figure 3. The gun barrel had a length of 3.7 m (12 ft) and a bore of 50.8 mm (2.0 in.). The pressure 
vessel was made up of sections as shown in Figure 4, with a total volume of 1 1.2 L (681 in. 3 ). The 
projectile was carried down the gun barrel in a cylindrical polycarbonate sabot shown in Figure 5. The 
gun barrel protruded into the vacuum chamber which held the fixture for the specimens. The sabot was 
stopped at the end of the gun barrel by a stopper plate with a through-hole large enough to allow the 
projectile to pass through. This stopper system was designed such that the bottom of the sabot, which 
incorporated o-rings, remained in the gun barrel and formed a seal which prevented the gas pressure 
behind the sabot from affecting the pressure in the vacuum chamber. 

Test Panels 

The impact test panels were 30.48 cm (12 in.) wide by 53.34 cm (21 in.) long by 3.20 mm (0.126 in.) 
thick AL-2024-T3. This material is the identical material that was used to develop and validate the 
deformation and failure model for AL-2024 (Refs. 1 to 3). The panels were supported in a fixture that had 
accommodation for rotating about a horizontal axis to produce different angles of obliquity with the 
projectile (Figs. 6 and 7). The panels were sandwiched between 12.7 mm (0.5 in.) thick front and back 
frames with an aperture of 22.86 cm (9 in.) wide by 45.72 cm (18 in.) tall. The front frame had outer 
dimensions the same as the test panel. The panels were attached by twenty-eight through bolts connecting 
the front frame, panel and back frame. A drawing of the front frame is shown in Figure 8. In the base 
configuration the test panel was perpendicular to the direction of projectile flight, with the long dimension 
vertical and the center of the panel coincident with the gun barrel centerline. 

Instrumentation 

The projectile velocity and orientation were measured prior to impact using pair of high speed digital 
video cameras (Phantom V7.3, Vision Research Inc.) and a photogrammetry system (PONTOS, GOM 
mbH) that tracked the three-dimensional coordinates of a number of circular markers painted on the 
projectile. The positions of the markers were used to define the orientation of the projectile local 
coordinate system relative to a laboratory coordinate system. The velocity of the projectile after impact, if 
penetration occurred, was measured using a similar system mounted behind the panel. The framing rate 
for both the front and rear camera pair was 12,500 frames/sec. 


NAS A/TM— 20 15-21 8484 


2 



Full field deformation measurements were made on the back side of the panel using a pair of high 
speed digital video cameras (Photron SA1-1, Photron USA, Inc.) and a digital image correlation system 
(ARAMIS, GOM mbH). These cameras viewed the full back side of the panel, including a portion of the 
support beams, using a frame rate of 27,000 frames/sec with a horizontal resolution of 384 pixels and a 
vertical resolution of 496 pixels. 


Test Parameters 

In this test program the parameters that were varied were the roll angle of the projectile, the tilt angle 
of the test panel, the projectile impact velocity and the impact location on the panel. The desired roll 
angles of the projectile were 0°, 30°, 60° or 90° measured about the projectile local coordinate system 
x-axis. The test panel was either in the vertical position (normal impact orientation, 90° angle of 
incidence), tilted 30° toward the gun (60° angle of incidence) or 45° toward the gun. Adjustment for the 
panel tilt is shown in Figure 6. The test velocities were selected so that for each configuration there was at 
least one test in which the projectile completely penetrated the panel and one that did not. A total of 34 
impact tests were conducted. In most cases the impact location was in the center of the top half of the test 
panel (along the centerline of the width, 3/4 of the distance from the bottom of the test panel to the top). 
Four of the tests were conducted with the target point at the center of the panel. 

Results 

For the purposes of this report, the term “penetration” refers to the situation in which the projectile 
travels fully through the panel and exits the other side. The term non-penetration refers to situations in 
which the projectile either ricochets away from the panel with no fracture, fractures the panel without fully 
exiting the back side, or gets lodged in the panel. Table 1 lists the desired test parameters for each of the 
tests, as well as the actual measured values of projectile velocity and orientation. In the table the panel tilt 
angle is the angle from the vertical, with the top of the panel tilting toward the gun barrel about the 
laboratory Y axis. This corresponds to a negative rotation about the laboratory Y axis. The intended pitch 
and yaw angles of the projectile were zero. The penetration results for tests in which the projectile impacted 
the center of the upper half of the panel (tests DB196 to DB225) are shown in Figure 9. The solid lines on 
the graph indicate the lowest velocity at which penetration occurred and the highest velocity at which no 
penetration occurred for each combination of panel tilt angle and projectile roll angle. As would be 
expected, there is a large difference in the penetration velocity between the various combinations. The 
normal impact case has the highest penetration velocity and the 30° panel tilt combinations show the lowest 
penetration velocity, with the 45° panel tilt combinations intermediate between the two. 

Photographs of the front and back side of the impacted panel from each test are shown in 
Appendix A, as well as results from digital image correlation (DIC) analysis for tests in which a solution 
was possible. Of the 34 tests, DIC results are not available for five of the tests, DB196, DB198, DB200, 
DB214, and DB218. In some cases the painted spray pattern dislodged from the backside of the panel 
upon impact. In the case of DB196 there was a camera malfunction. The results show a representative 
deformation map for each test and the displacement profile along a line for several time steps up to the 
time of maximum deformation or when failure occurred. In some cases, a post test deformation map is 
shown that indicates the permanent plastic deformation in the panel and the time history of the 
displacement of an indicated point. 


Summary 

A test program was conducted to provide data on the deformation and failure of A12024 panels when 
impacted by hardened Inconel 718 (Special Metals Corporation, New Hartford, NY) rectangular 
parallelepiped projectiles at oblique angles. These results provide validation data for the development of 
new transient dynamic models. 
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Figure 1. — Hardened Inconel 718 Projectile. Rectangular channels are machined through the length to 
limit the overall mass. Projectile coordinate system shown. Orientation angles are defined in the local 
coordinate system by successive rotations of roll, pitch and yaw. 
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Figure 3. — Gas gun connected to the vacuum chamber. 



Figure 4. — Pressure vessel. 
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Figure 5. — Projectile in polycarbonate sabot. 



Figure 6. — Exploded view of test fixture in zero tilt position showing projectile, front plate, test 
panel, back plate and rotatable fixture supports. 
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Figure 7. — Panel in fixture rotated to 45°. 



Figure 8. — Drawing of front plate. Dimensions in inches. 
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Appendix A. — Impact Test Results 
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Figure A1. — Front (left) and back side views of impacted panel in test DB196. 
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Figure A2. — Front (left) and back side views of impacted panel in test DB197. 
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Figure A3. — Out-of-plane deformation map of panel in test DB197. Map 
of fixture deformation is also shown. No penetration occurred but loss 
of paint made some areas unsolvable. 



Figure A4. — Out-of-plane deformation as a function of time of point indicated in Figure A2 
for test DB197. 
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Figure A5. — Out-of-plane deformation as a function of time of point on test frame indicated in 
Figure A2 for test DB197. 
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Figure A6. — Out-of-plane deformation along section line indicated in Figure A2 for a series of 
time steps up until the time of maximum deformation (frame rate 20000 frames/sec). 


NAS A/TM— 20 15-21 8484 


14 



3M 



»•••• *•• • • • V. 

>••••+*•• • * • • 9t *' # # # # 


41 • 



1 • * * * * 

• • * # ■»* # 

• m *•»•*• 

***^^> # *%% * • 

• • m 4 


#**%*»< 



NASA/TM— 201 5-2 1 8484 


15 


Figure A7. — Front (left) and back side views of impacted panel in test DB198. 
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Figure A8. — Front (left) and back side views of impacted panel in test DB199. 
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Figure A10. — Out-of-plane deformation along section line indicated in Figure A6 for a series of time steps up until the 
time of initial failure (frame rate 30000 frames/sec). Discontinuous line due to paint loss. 
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Figure A13. — Out-of-plane deformation map of 
panel in test DB201 just prior to initial failure. 
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Figure A14. — Out-of-plane deformation along section line indicated in Figure A10 for a 
series of time steps up until the time of initial failure (frame rate 27000 frames/sec). 
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Figure A15. — Front (left) and back side views of impacted panel in test DB202. 





Figure A16. — Out-of-plane deformation 
map of panel in test DB202 just prior to 
initial failure. 
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Figure A17. — Out-of-plane deformation along section line indicated in Figure A13 for a series of time steps up 
until the time of initial failure (frame rate 27000 frames/sec). 
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Figure A18. — Front (left) and back side views of impacted panel in test DB203. 
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Figure A19. — Out-of-plane deformation map of 
panel in test DB203 just prior to initial failure. 
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Figure A20. — Out-of-plane deformation along section line indicated in Figure A16 for a series of time 
steps up until the time of initial failure (frame rate 27000 frames/sec). 
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Figure A22. — Out-of-plane deformation map of 
panel in test DB204 just prior to initial failure. 
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Figure A23. — Out-of-plane deformation along section line indicated in Figure A19 for a series of time 
steps up until the time of initial failure (frame rate 27000 frames/sec). 
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Figure A25. — Out-of-plane deformation map of 
panel in test DB205 just prior to initial failure. 
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Figure A26. — Out-of-plane deformation along section line indicated in Figure A22 for a series of time 
steps up until the time of initial failure (frame rate 27000 frames/sec). 
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Figure A28. — Out-of-plane deformation map of panel in test 
DB206 at the point of maximum deformation. 



Figure A29. — Out-of-plane deformation map of panel in test 
DB206 after test is completed and all movement has 
stopped. This indicates the permanent deformation field. 
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A30. — Out-of-plane deformation as a function of time of point indicated in Figure A25 for test DB206. 
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Figure A31 . — Test DB206. Out-of-plane deformation along section line indicated in Figure A25 for a 
series of time steps up until the time of initial failure (frame rate 27000 frames/sec). 
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Figure A32. — Test DB206. Out-of-plane deformation along section line indicated in Figure A26. This 
indicates the plastic deformation along the section line after all movement has stopped. 
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Figure A33. — Front (left) and back side views of impacted panel in test DB207. 



Displacement X [in] 


[in] 

0.271 



Figure A34. — Out-of-plane deformation map of 
panel in test DB207 just prior to initial failure. 
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Figure A35. — Test DB207. Out-of-plane deformation along section line indicated in Figure A31 for a series of time 
steps up until the time of initial failure (frame rate 27000 frames/sec). 


NAS A/TM— 20 15-21 8484 


34 


mmm mm mmm ♦«* ft ftft ft ft ♦ft ft m * 

\m ft ft ft ft ft ft ft ft ft ft ft ft ft ft ft ft ft ft ; 
«# ,* *» ft ft ** ft m ft m m m m ft - m m ** m + 
i#«# ft ft mmmm ## m m m m mm * i 
ft ft ft ft ft ♦ft ft ft ft ft ft ft ft ft ft «♦«* ft * 


!«• ##•« ft 4# ft ft 8 
>5# m m mmm m m ft ** 
<r — • ** ft «» ft 
• cO mm#** 4 

% 2 • ftft - * 


«»«***«» 

m m mm 


\mmm m 




m m m m m ft ft ft ft ft ft 

> 3jft 4ft •4i ft -ft ft ft ft •8* ♦ " w 

ft 4 ft «ft m 8ft 4 ft ■<• ft* ft ft ft ft ft ft 8ft -ft mm * 

i 4ft 4ft ftft 4ft 4ft 4ft 8ft- ft ft 8ft ft ft ft ft «ftft 4ft 8ft 

ft ft ft ft ft ft ft ♦•ft ft 4 



NASA/TM— 201 5-2 1 8484 


35 


Figure A36. — Front (left) and back side views of impacted panel in test DB208. 
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Figure A37. — Out-of-plane deformation map of 
panel in test DB208 just prior to initial failure. 
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Figure A38. — Test DB208. Out-of-plane deformation along section line indicated in Figure A34 for a series 
of time steps up until the time of initial failure (frame rate 27000 frames/sec). 
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Figure A39. — Front (left) and back side views of impacted panel in test DB209. 
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Figure A40. — Out-of-plane deformation map of panel 
in test DB209 just prior to initial failure. 


db209.dap 



Section length [in] 

Figure A41 . — Test DB209. Out-of-plane deformation along section line indicated in Figure A37 for a series of 
time steps up until the time of initial failure (frame rate 27000 frames/sec). 
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Figure A43. — Out-of-plane deformation map of 
panel in test DB210 just prior to initial failure. 
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Figure A44. — Test DB210. Out-of-plane deformation along section line indicated in Figure A40 for a series 
of time steps up until the time of initial failure (frame rate 27000 frames/sec). 
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Figure A45. — Front (left) and back side views of impacted panel in test DB21 1 . 





Figure A46. — Out-of-plane deformation map of panel 
in test DB21 1 just prior to initial failure. 



Figure A47. — Out-of-plane deformation map of panel in test 
DB21 1 after test is completed and all movement has 
stopped. This indicates the permanent deformation field. 
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Figure A48. — Test DB21 1 . Out-of-plane deformation along section line indicated in Figure A42 for a series 
of time steps up until the time of initial failure (frame rate 27000 frames/sec). 
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Figure A49. — Test DB211. Out-of-plane deformation along section line indicated in Figure A43. This 
indicates the plastic deformation along the section line after all movement has stopped. 
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Figure A50. — Front (left) and back side views of impacted panel in test DB212. 
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Figure A51. — Out-of-plane deformation map of 
panel in test DB212 at the point of maximum 
deflection. 



Figure A52. — Out-of-plane deformation map of 
panel in test DB212 after test is completed and 
all movement has stopped. This indicates the 
permanent deformation field. 
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Figure A53. — Out-of-plane deformation as a function of time of point indicated in Figure A47 for test DB212. 
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Figure A54. — Test DB212. Out-of-plane deformation along section line indicated in Figure A47 for a series of 
time steps up until the time of maximum deformation (frame rate 27000 frames/sec). 
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Figure A55. — Test DB212. Out-of-plane deformation along section line indicated in Figure A48. This indicates 
the plastic deformation along the section line after all movement has stopped. 
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Figure A57. — Out-of-plane deformation map of 
panel in test DB213 just prior to initial failure. 



Figure A58. — Out-of-plane deformation map of panel in 
test DB213 after test is completed and all movement has 
stopped. This indicates the permanent deformation field. 


NAS A/TM— 20 15-21 8484 


49 


0.368 


DB 213. dap 



-0.027 


16.0 17.5 


Section length [in] 

Figure A59. — Test DB213. Out-of-plane deformation along section line indicated in Figure A53 for a series 
of time steps up until the time of initial failure (frame rate 27000 frames/sec). 
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Figure A60. — Test DB213. Out-of-plane deformation along section line indicated in Figure A54. This indicates 
the plastic deformation along the section line after all movement has stopped. 
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Figure A61. — Front (left) and back side views of impacted panel in test DB214. 
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Figure A63. — Out-of-plane deformation map of panel in test 
DB215 at the point of maximum deflection. 
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Figure A64. — Out-of-plane deformation map of 
panel in test DB215 after test is completed 
and all movement has stopped. This indicates 
the permanent deformation field. 
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Figure A65. — Out-of-plane deformation as a function of time of point indicated in Figure A59 for test DB215. 
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Figure A66. — Test DB215. Out-of-plane deformation along section line indicated in Figure A59 for a 
series of time steps up until the time of maximum deformation (frame rate 27000 frames/sec). 
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Figure A67. — Test DB215. Out-of-plane deformation along section line indicated in Figure A60. This indicates 
the plastic deformation along the section line after all movement has stopped. 
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Figure A68. — Front (left) and back side views of impacted panel in test DB216. 
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Figure A69. — Out-of-plane deformation map of panel in test 
DB21 6 at the point of maximum deflection prior to failure. 
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Figure A70. — Out-of-plane deformation 
map of panel in test DB216 after test is 
completed and all movement has 
stopped. This indicates the permanent 
deformation field. 
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Figure A71. — Test DB216. Out-of-plane deformation along section line indicated in Figure A66 for a series of time 
steps up until the time of maximum deformation (frame rate 27000 frames/sec). 
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Figure A72. — Test DB216. Out-of-plane deformation along section line indicated in Figure A66. This 
indicates the plastic deformation along the section line after all movement has stopped. 
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Figure A74. — Out-of-plane deformation map of panel in 
test DB217 at the point of maximum deflection prior 
to failure. 



Figure A75. — Out-of-plane deformation map of panel in test 
DB217 after test is completed and all movement has 
stopped. This indicates the permanent deformation field. 
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Figure A76. — Test DB217. Out-of-plane deformation along section line indicated in Figure A70 for a series 
of time steps up until the time of maximum deformation prior to failure (frame rate 27000 frames/sec). 
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Figure A 77. — Test DB217. Out-of-plane deformation along section line indicated in Figure A71. This 
indicates the plastic deformation along the section line after all movement has stopped. 
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Figure A78. — Front (left) and back side views of impacted panel in test DB218. 
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Figure A80. — Out-of-plane deformation map of panel in test 
DB217 at the point of maximum deflection. 



Figure A81. — Out-of-plane deformation map of 
panel in test DB219 after test is completed and 
all movement has stopped. This indicates the 
permanent deformation field. 
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Figure A82. — Out-of-plane deformation as a function of time of point indicated in Figure A76 for test DB21 9. 
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Figure A83. — Test DB219. Out-of-plane deformation along section line indicated in Figure A76 for a series of 
time steps up until the time of maximum deformation (frame rate 27000 frames/sec). 
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Figure A84. — Test DB219. Out-of-plane deformation along section line indicated in Figure A77. This indicates 
the plastic deformation along the section line after all movement has stopped. 
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Figure A85. — Front (left) and back side views of impacted panel in test DB220. 
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Figure A86. — Out-of-plane deformation map of 
panel in test DB220 at the point of maximum 
deflection prior to failure. 
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Figure A87. — Test DB220. Out-of-plane deformation along section line indicated in Figure A82 for a series of time 
steps up until the time of maximum deformation prior to failure (frame rate 27000 frames/sec). 
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Figure A88. — Front (left) and back side views of impacted panel in test DB221. 
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Figure A89. — Out-of-plane deformation map of panel in 
test DB221 at the point of maximum deflection prior 
to failure. 
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Figure A90. — Out-of-plane deformation map of 
panel in test DB221 after test is completed 
and all movement has stopped. This indicates 
the permanent deformation field. 
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Figure A91. — Test DB221. Out-of-plane deformation along section line indicated in Figure A85 for a series 
of time steps up until the time of maximum deformation prior to failure (frame rate 27000 frames/sec). 
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Figure A92. — Test DB221. Out-of-plane deformation along section line indicated in Figure A86. This indicates the 
plastic deformation along the section line after all movement has stopped. 
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Figure A93. — Front (left) and back side views of impacted panel in test DB222. 
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Figure A94. — Out-of-plane deformation map of panel 
in test DB222 at the point of maximum deflection 
prior to failure. 



Figure A95. — Out-of-plane deformation map of 
panel in test DB222 after test is completed 
and all movement has stopped. This indicates 
the permanent deformation field. 
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Figure A96. — Test DB222. Out-of-plane deformation along section line indicated in Figure A90 for a series 
of time steps up until the time of maximum deformation prior to failure (frame rate 27000 frames/sec). 
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Figure A97. — Test DB222. Out-of-plane deformation along section line indicated in Figure A91. This indicates 
the plastic deformation along the section line after all movement has stopped. 
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Figure A98. — Front (left) and back side views of impacted panel in test DB223. 
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Figure A99. — Out-of-plane deformation map 
of panel in test DB223 at the point of 
maximum deflection prior to failure. 
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Figure A100. — Out-of-plane deformation map 
of panel in test DB223 after test is completed 
and all movement has stopped. This 
indicates the permanent deformation field. 
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Figure A101. — Test DB223. Out-of-plane deformation along section line indicated in Figure A95 for a series of time 
steps up until the time of maximum deformation prior to failure (frame rate 27000 frames/sec). 
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Figure A102. — Test DB223. Out-of-plane deformation along section line indicated in Figure A96. This indicates the 
plastic deformation along the section line after all movement has stopped. 
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Figure A103. — Front (left) and back side views of impacted panel in test DB224. 
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Figure A104. — Out-of-plane deformation map of 
panel in test DB224 at the point of maximum 
deflection prior to failure. 
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Figure A105. — Out-of-plane deformation map of 
panel in test DB224 after test is completed and 
all movement has stopped. This indicates the 
permanent deformation field. 
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Figure A106. — Test DB224. Out-of-plane deformation along section line indicated in Figure A100 for a series of 
time steps up until the time of maximum deformation prior to failure (frame rate 27000 frames/sec). 



Figure A107. — Test DB224. Out-of-plane deformation along section line indicated in Figure A101. This indicates the 
plastic deformation along the section line after all movement has stopped. 
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Figure A109. — Out-of-plane deformation map of panel in 
test DB225 at the point of maximum deflection. 



Figure A1 10. — Out-of-plane deformation map of panel in 
test DB225 after test is completed and all movement has 
stopped. This indicates the permanent deformation field. 
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Figure A1 1 1 . — Out-of-plane deformation as a function of time of point indicated in Figure A1 05 for test DB225. 



Figure A1 12. — Test DB225. Out-of-plane deformation along section line indicated in Figure A105 for a series 
of time steps up until the time of maximum deformation (frame rate 27000 frames/sec). 
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Figure All 3. — Test DB225. Out-of-plane deformation along section line indicated in Figure A106. This indicates 
the plastic deformation along the section line after all movement has stopped. 


NAS A/TM— 20 15-21 8484 


84 



% y \ % % % % % * % %%% r * 4 

-- M 

n > % % % •> * % %mm % i t— . % * 

k rt % % ^ ^ % % % V < 5 - — V * 

l£^ v% ***'#**M it- s % % 

k g Hit %%* « %%% !->%•< 

v^ 4 % %«%%%%% %%* *"= %% 

k%*%*%%% ■%%*%%%■ ° — . % < 

\ S % % V% % %%%«%%«*%%%% 



vj) 

ns 

n 

co 

o 



NASA/TM— 201 5-2 1 8484 


85 


Figure A1 14. — Front (left) and back side views of impacted panel in test DB226. 
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Figure A1 15. — Out-of-plane deformation map of panel in test 
DB226 at the point of maximum deflection. 
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Figure A1 16. — Out-of-plane deformation map of 
panel in test DB226 after test is completed and 
all movement has stopped. This indicates the 
permanent deformation field. 
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lure A1 17. — Out-of-plane deformation as a function of time of point indicated in Figure A1 1 1 for test DB226. 
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Figure A118. — Test DB226. Out-of-plane deformation along section line indicated in Figure A111 for a 
series of time steps up until the time of maximum deformation (frame rate 27000 frames/sec). 
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Figure All 9. — Test DB226. Out-of-plane deformation along section line indicated in Figure All 2. This indicates 
the plastic deformation along the section line after all movement has stopped. 
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Figure A120. — Front (left) and back side views of impacted panel in test DB227. 





Figure A121. — Out-of-plane deformation map of panel in test DB227 
at the point of maximum deflection prior to failure. 



Figure A122. — Out-of-plane deformation map of panel in test 
DB227 after test is completed and all movement has stopped. 
This indicates the permanent deformation field. 
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Figure A123. — Test DB227. Out-of-plane deformation along section line indicated in Figure All 7 fora series of time 
steps up until the time of maximum deformation prior to failure (frame rate 27000 frames/sec). 



Figure A124. — Test DB227. Out-of-plane deformation along section line indicated in Figure All 8. This indicates 
the plastic deformation along the section line after all movement has stopped. 
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Figure A125. — Front (left) and back side views of impacted panel in test DB228. 
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Figure A126. — Out-of-plane deformation map of panel in 
test DB228 at the point of maximum deflection. 
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Figure A127. — Out-of-plane deformation map of panel in test 
DB228 after test is completed and all movement has stopped. 
This indicates the permanent deformation field. 
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Figure A128. — Out-of-plane deformation as a function of time of point indicated in Figure A1 1 1 for test DB228. 
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Figure A129. — Test DB228. Out-of-plane deformation along section line indicated in Figure A122 for a series of time 
steps up until the time of maximum deformation (frame rate 27000 frames/sec). 
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Figure A130. — Test DB228. Out-of-plane deformation along section line indicated in Figure A123. This indicates the 
plastic deformation along the section line after all movement has stopped. 
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Figure A131 . — Front (left) and back side views of impacted panel in test DB229. 





Figure A132. — Out-of-plane deformation map of panel in test 
DB229 at the point of maximum deflection prior to failure. 
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Figure A133. — Out-of-plane deformation map of panel in 
test DB229 after test is completed and all movement has 
stopped. This indicates the permanent deformation field. 


NAS A/TM— 20 15-21 8484 


97 


Displacement X [in] Displacement X [in] 


0.423 


0 . 350 - 
0 . 300 - 
0 . 250 - 
0 . 200 - 
0 . 1 50 - 


Section 1 


0 . 100 - 

0 . 050 - 

-0.01 4 | 7 l 

0.00 1.50 3.00 



16.76 


Section length [in] 

A134. — Test DB229. Out-of-plane deformation along section line indicated in Figure A128 for a series of 
steps up until the time of maximum deformation prior to failure (frame rate 27000 frames/sec). 
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Figure A135. — Test DB229. Out-of-plane deformation along section line indicated in Figure A129. This indicates 
the plastic deformation along the section line after all movement has stopped. 
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